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AMENDMENTS TO CLAIMS: 

This listing of claims will replace all prior ver^ons, and listings, of claims In tlie present 
application. 

We Claim: 

1. (Currently Amended) A molding composition containin g comprisinQ: 
polyamide[[,l]i 

0.1 to 8 parte by weight of electrically conductive carbon in particulate form 
selected from the aroup consisting of carbon black, graphite and carbon nanofibrils: 
and 

0.5 to 50 parts by weight of a graft polvme r. wherein said graft polvmer is the 
product of polymerizing at least one monomer select ed from the group consisting of 
stvrene. a-m9tbvisttftene._halOi3en-substituted or alkvl-rino-aubstituted stvrenes. 
(meth^acrvlic C^-Cg alkvl esters, methvl methacrvlate. n-butvl acrvlate and tert-butvl or 
mixtures thereof and at least one monomer selected from the group corijsis_tin_q_of 
unsaturated nitriies. acrolonitrile. methacn/lonitrile. fmethlacrylic Cj-Ca ali<vl ester, 
methvl methacr^ate. n-butyl acryiate. tert-butvi acrvlate. derivatives of unsaturated 
carboxylic acids, maieic anhydride and N-Dhenylmaleimide_or_mixtures thereof, grafted 
on a graft base havinq_qlass transition temperature < 10" C. with the proviso that EPR 
or EPDM rubber based graft oolvmers are excepted . 

wherein t he sum of the parts by weight of the poiyamide, conductive carbon and 
graft polymer totalling 10 0. and 

wherein said moidino composition does not consist of oolvohenvlene ether or 
modified oolvohenvlBne ether. 

2. (Cun-ently Amended) A-The molding composition of Ciaim 1 . further o onlaln i n g 
comprising POlyam i do. 0.1 to 8 parts by wnrght nf ntpntrirg li y mnrii i rthffi nnrhnn j n 

partiou l ato fonn. 0.6 to 60 parts by weight of a graft poiymor, and up to 30 parts by 
P07826 
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weight non-carbon based mineral particles the sum of the parts by weight of the 
polyamide, conductive carbon, graft polymer and non-carbon based mineral particles 
totalling 100. 

3. (Cancelled) 

4. (Currently Amended) A thonnop j ast i o The m olding composition of Claim 
liComprising 

A) 40 to 90 parts by weight polyamide 

B) 0.5 to 50 parts by weight of said graft polymer 

C) 0.1 to 30 parts by weight non-cartwn based mineral particles 

D) 0.1 to 8 parts by weight electrically conductive carbon particles 

the sum of the parts by weight of A) through D) totalling 10 0. said molding 
composition beino then-noplastic. 

5. (Cancelled) 

6. (Cancelled) 

7. (Cun^ently Amended) The composition according to Claim €1, wherein the §s^ 
graft base is at least one member selected from the group consisting of diene 
rubbers, copolymers of diene rubbers, aciylate rubbers, polyurethane/silicone 
rubbers, chloroprene rubbers and ethyleneAnnyl-acetate rubbers. 

8. (Currently Amended) The composition according to Claim §1, wherein tf^e saiC[ 
graft base is at least one member selected from the group consisting of diene 
rubbers, copolymers of diene rubbers and acrylate rubbers. 

PO-7826 
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9. (Currently Amended) The composition according to Claim wherein the graft 
base IS polybutadiene. 

10. (Cancelled) 

1 1 . (Original) The composrtion according to Claim 2, wherein the mineral particles 
are selected from the group consisting of talc, mica, clay-bank minerals, 
montmorillonite, kaolin, vermiculite and wollastonlte. 

12. (Original) The composition according to Claim 2 wherein mineral particles 
are talc. 

13. -14. (Cancelled) 

1 5, (Original) A molded article comprising the composition of Claim 1 . 

16. (Original) A molded article comprising the composition of Claim 4. 
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